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reactor, a second reaction gas supply tine (240) for con- 
necting the second reaction gas supply portion to the 
reactor, a first inert gas supply line (260) for supplying 
an inert gas from an inert gas supply source to the first 
reaction gas supply line, a second Inert gas supply line 
(270) for supplying the inert gas from the inert gas sup- 
ply source to the second reaction gas supply line, and 
an exhaust line (400) for exhausting the gas from the 
reactor. 




Apparatus and method for depositing thin film on wafer using atomic layer depositiori 



FIG. 1 
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Description 

BACKGROUND OF THE INVENTION 

[0001] The present invention relates to an atomic lay- 
er deposition (ALD) thin film deposition apparatus for 
depositing a thin film on a semiconductor, for example, 
on a semiconductor wafer, and a method thereof. 
[0002] A thin film deposition apparatus forms a pre- 
determined thin film on a wafer by supplying reaction 
gases to the wafer received within a reactor. This thin 
film deposition apparatus includes a chemical vapor 
deposition (CVD) thin film deposition apparatus, an 
atomic layer epitaxy (ALE) thin film deposition appara- 
, tus, and others, and has been applied to various fields 
for manufacturing semiconductor devices. 
[0003] Thin film deposition apparatuses have been 
continuously improved to make a highly-integrated chip 
and Increase the efficiency of management and produc- 
tivity. 

SUMMARY OF THE INVENTION 

[0004] An objective of the present Invention Is to pro- 
vide an ALD thin film deposition apparatus and a method 
thereof, by which a thin film having excellent electrical 
characteristics, a high purity, in which impurities are re- 
moved as much as possible, and an excellent step cov- 
erage can be formed, and the efficiency and productivity 
of management can be improved. 
[0005] Another objective of the present Invention Is to 
provide an ALD thin film deposition apparatus Including 
an exhaust line for continuously maintaining a desired 
process pressure before and after depositing a thin film, 
and pumping a reactor, and a deposition method. 
[0006] To achieve the above objectives, the present 
Invention provides an atomic layer deposition (ALD) thin 
film deposition apparatus including: a reactor 100 In 
which a wafer is mounted and a thin film is deposited on 
the wafer; a first reaction gas supply portion 21 0 for sup- 
plying a first reaction gas to the reactor 100; a second 
reaction gas supply portion 230 for supplying a second 
reaction gas to the reactor 1 00; a first reaction gas sup- 
ply line 220 for connecting the first reaction gas supply 
portion 210 to the reactor 100; a second reaction gas 
supply line 240 for connecting the second reaction gas 
supply portion 230 to the reactor 100; a first inert gas 
supply line 260 for supplying an inert gas from an inert 
gas supply source 250 to the first reaction gas supply 
line 220; a second inert gas supply line 270 for supplying 
an inert gas from the inert gas supply source 250 to the 
second reaction gas supply line 240; and an exhaust 
line 400 for exhausting the gas within the rector 100 to 
the outside. 

[0007] To achieve the above objectives, the present 
invention provides an ALD thin film deposition method 
using a thin film deposition apparatus including a reactor 
100 in which a wafer is mounted and a thin film Is de- 



ppsited on the wafer, a first reaction gas supply portion 
21 0 for supplying a first reaction gas to the reactor 1 00, 
a first reaction gas supply line 220 for connecting the 
first reaction gas supply portion 210 to the reactor 100, 
s a second reaction gas supply portion 230 for supplying 
a second reaction gas to the reactor 100, a second re- 
action gas supply line 240 for connecting the second re- 
action gas supply portion 230 to the reactor 100, a first 
inert gas supply line 260 for supplying an inert gas, the 
10 flow of which has been controlled, to the first reaction 
gas supply line 220, a second inert gas supply line 270 
for supplying an inert gas, the flow of which has been 
controlled, to the second reaction gas supply line 240, 
and an exhaust line 400 for exhausting the gas within 
15 the rector 1 00 to the outside. In this method, a first re- 
action gas, the flow of which has been controlled, and 
the flow-controlled inert gas are mixed and supplied to 
the upper surface of the wafer within the reactor 100. ■ 
Also, a second reaction gas, the flow of which has been 
20 controlled, and the flow-controlled inert gas are mixed 
and supplied to the edges of the wafer within the reactor 
100. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0008] The above objectives and advantages of the 
present invention wilt become more apparent by de- 
scribing In detail preferred embodiments thereof with 
reference to the attached drawings In which: 

FIG. 1 is a schematic diagram of an atomic layer 

deposition (ALD) thin film deposition apparatus ac- 
cording to a first embodiment of the present inven- 
tion; 

FIG. 2 is an exploded perspective view of a reactor 
in the ALD thin film deposition apparatus of FIG. 1 ; 
FIG. 3 Is an exploded perspective view of a shower 
head plate and a diffusion plate in the reactor of FIG. 

2; 

FIG. 4 is a cross-sectional view of the reactor of FIG. 

2; 

FIG. 5 Is a magnified cross-sectional view of the first 
mixing unit of the reactor of FIG. 4; 
FIG. 6 Is a graph showing the relationship between 
an Interval (D) and a specific resistance while a thin 
film is deposited; 

FIG. 7 shows a reactor combined with a transfer 
module through a vat valve; 
FIG. 8 Is a cross-sectional view of an ALD thin film 
deposition apparatus according to a second em- 
bodiment of the present invention; and 
FIG. 9 is a cross-sectional view of an ALD thin film 
deposition apparatus according to a third embodi- 
ment of the present Invention. 
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DESCRIPTION OF THE PREFERRED 
EMBODIMENTS 

[0009] FIG. 1 shows an atomic layer deposition (ALD) 
thin film deposition apparatus that can deposit a TiN or 
TaN thin film on a wafer. Deposition of a TiN thin film will 
now be described as an example. In order to form a TiN 
thin film, TICI4 Is used as a first reaction gas, NH3 Is used 
as a second reaction gas, and Ar is used as an Inert gas. 
[0010] Referring to FIG. 1 , an ALD thin film deposition 
apparatus Includes a reactor 100 for receiving a wafer 
and depositing a thin film oh the wafer, a gas jungle (this 
terni was made by the present Inventor to describe com- 
plicatedly-connected gas lines) for supplying a reaction 
gas to the reactor 1 00, and an exhaust line 400 for ex- 
hausting the gas within the reactor 1 00 to the outside. 
[0011] FIG. 2 is an exploded perspective view of a re- 
actor In the ALD thin film deposition apparatus of FIG. 
1 . FIG. 3 is an exploded perspective view of the reactor 
of FIG. 2, in which a shower head plate Is separated 
from a diffusion plate. FIG. 4 is a cross-sectional view 
of the reactor of FIG. 2, and FIG. 5 is a magnified cross- 
sectional view of the first mixing unit of the reactor of 
FIG. 4. 

[0012] Referring to FIGS. 2, 3, 4 and 5, the reactor 
100 includes a reactor block 110 on which a wafer Is 
placed, a shower head plate 1 20 coupled to the reactor 
block 110 using hinges 128 and 129, a diffusion plate 
1 30 installed on the shower head plate 1 20 for spraying 
a reaction gas and/or Inert gas, and a wafer block 140 
Installed within the reactor block 1 1 0, on which a wafer 
Is seated. 

[0013] First and second connection lines 121 and 122 
are installed on the shower head plate 1 20, and are con- 
nected to first and second connection pipes 1 1 1 and 1 1 2 
to be described later. 

[0014] The first and second connection pipes 111 and 
11 2 are installed on the reactor block 110, and connect- 
ed to the first and second connection lines 121 and 122, 
respectively, via a connecting portion 113. An O-ring 
1 1 3a is installed on the connecting portion 1 1 3, and con- 
nects the first and second connection pipes 1 1 1 and 1 1 2 
to the first and second connection lines 121 and 122 so 
that they are sealed when the shower head plate 120 
covers the reaction block 110. When the shower head 
plate 120 is rotated and separated from the reaction 
block 1 1 0, the first and second connection pipes 1 1 1 and 
1 12 are separated from the first and second connection 
lines 121 and 122. 

[001 5] At least two exhaust holes 1 1 7 and 1 1 8 for ex- 
hausting introduced inert gases and/or reaction gases 
are fonned to be symmetrical to each other on the bot- 
tom of the reactor block 110. A main 0-rlng 114 is in- 
stalled on the upper surface of the reactor block 1 1 0, so 
that the reactor block 110 and the shower head plate 
120 are securely sealed when the shower head plate 
1 20 Is covered. 

[001 6] The shower head plate 1 20 covers the reactor 



block 1 1 0, so that a predetermined pressure is constant- 
ly maintained within the reactor block 110. Also, the 
shower head plate 1 20 covers the reactor block 1 1 0 so 
that the diffusion plate 130 is placed within the reactor 

5 block 110. 

[0017] The diffusion plate 130, which sprays a gas 
during a thin film deposition process, has a plurality of 
spray holes 131, which are connected to the first con- 
nection line 121, and spray a first reaction gas and/or 

10 inert gas onto the wafer w, and a plurality of nozzles 
133, which are connected to a passage 132 leading to 
the second connection line 1 22 and face the inner side 
surface of the reactor block 1 1 0 to spray a second reac- 
tion gas and/or inert gas onto the edges of the wafer w. 

15 [0018] A first mixing portion 134 for evenly mixing a 
first reaction gas and an inert gas and flowing the mix- 
ture to the spraying hole 131 is fomned at the center of 
the inside of the diffusion plate 130, as shown in FIGS. 
4 and 5. The first reaction gas and the Inert gas flowing 

20 via the connection line 121 are swirled and mixed, and 
then diffused and evenly sprayed onto the wafer via all 
of the spray holes 131. 

[0019] Spray holes 1 31 are not formed below the first 
mixing portion 134 in the diffusion plate 130, as shown 

25 in FIGS. 3 and 5. Preferably, the entire area of the dif- 
fusion plate 130 having the spray holes 131 is larger 
than the area of the wafer w, so that a gas can be evenly 
spayed over the entire surface of the wafer. 
[0020] Preferably, the diameter of the spray holes 1 31 

30 is between 1mm and 2.5mm. This diameter, which is ob- 
tained by several experiments, allows an excellent thin 
film to be fomned on the wafer w. Also, the number of 
spray holes 131 Is about 100 to 1000 according to their 
diameter. In this embodiment, more than 160 spray 

35 holes are formed. The cross-section of the diffusion 
plate 130 between spray holes 131 has the shape of 
upside-down T, so that thermal energy from the wafer 
block 140 is smoothly transmitted to the shower head 
plate 1 20 in order to prevent the diffusion plate 1 30 from 

40 being overheated. 

[0021 ] The nozzles 1 33 lead to the passages 1 32 ra- 
dlally fomied from a second mixing portion 135, and are 
slanted toward the inner side surtace of the reactor block 
110, as shown in FIG. 4. Preferably, there are 30-100 . 

45 nozzles 1 33. In the present embodiment, 48 nozzles are 
fomned. 

[0022] The second mixing portion 1 35 for evenly mix- 
ing a second reaction gas and an inert gas is formed 
between the second connection line 1 22 and the shower 

50 head plate 120, as shown in FIG. 4. The second mixing 
portion 135 has a structure in which a hole 135b is 
formed through a partition 135a. 
[0023] The wafer block 140, on which the wafer w is 
to be seated, is installed within the reactor block 110. A 

55 heater H Is installed in the wafer block 140 to heat and 
maintain the wafer block 140 to a predetermined tem- 
perature during deposition, 

[0024] The interval (D) between the diffusion plate 
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1 30 and the wafer block 1 40 is in the range of 20mnn to 
50mm. Referring to FIG. 6, which is a graph showing 
the Interval (D) and specific resistance during deposition 
of a thin film, it can be seen that the specific resistance 
is the lowest when the interval (D) between the diffusion 
plate 130 and the wafer block 140 is 30mm. However, 
when other conditions, for example, the types and 
amounts of first and second reaction gases, the temper- 
ature of a wafer block, or the like, were changed, specific 
resistance values were low at the intervals D within a 
range of about 20 to 50mm, and it can be concluded that 
the interval D is an important structural property in fomi- 
ing an excellent thin film. 

[0025] The interval within this range is compared to a 
conventional chemical vapor deposition (CVD) reactor 
In which the interval between a diffraction plate to which 
a reaction gas is sprayed and a wafer block on which a 
wafer is seated Is about 50 to 100mm. In the present 
invention, since the interval D is smaller than that in the 
prior art, a dense first reaction gas layer is f omned on a 
wafer w by the pressure of a first reaction gas and/or 
inert gas sprayed from the spraying holes 131 . The first 
reaction gas layer reacts with a second reaction gas 
flowed In later, so that a thin film having a higher purity 
and an excellent electrical property can be formed. 
[0026] A pumping baffle 150 is installed around the 
wafer block 140. The pumping baffle 150 is made up of 
a sidewall 150a Installed on the lateral side of the wafer 
block 140, and a bottom wall 150b through which sym- 
metrical holes 1 50c are fonned. A donut-shaped pump- 
ing pot 115 connected to an exhaust line is formed below 
the bottom wall 150b of the pumping baffle 150, that Is, 
on the bottom of the reactor block 110. 
[0027] The sidewall 150a and the bottom wall150b of 
the pumping baffle 150 provide a space in which a sec- 
ond reaction gas and/or Inert gas sprayed onto the Inner 
side surface of the reactor block 110 can more evenly 
react to the first reaction gas layer formed on the wafer 
w. A process product generated during deposition of a 
thin film, and gases not used during deposition of a thin 
film are slipped through the hole 150c. These gases 
pass through the exhaust holes 117 and 118, and are 
exhausted via the pumping pot 115. 
[0028] When a thin film Is deposited, the pressure 
within a reactor must be maintained to be 1 to 10 ton*. 
In order to observe and control this pressure, a pressure 
measuring portion 160 must be installed within the re- 
actor. 

[0029] The reactor 1 00 has heaters (H) fomned Inside 
and outside to heat the reactor when a thin film is de- 
posited. In this embodiment, when a TIN thin film is de- 
posited, the temperature of the inner surface of the re- 
actor block 1 1 0 must be kept at about 1 20 to 200'C, and 
the temperature of the diffusion plate 130 must be kept 
at about 150 to 260'*C. Also, the wafer block 140 must 
be kept at a temperature of about 425 to 650**C, and the 
pumping baffle 150 must be kept at a temperature of 
about 1 50 to 230^*0. The temperature of a vat valve 1 01 



between the reactor 100 and a transfer module 102 for 
supplying and transfening a wafer w must be main- 
tained at about 140 to 170'C. 

[0030] In the reactor 1 00, in a state where the wafer 
5 w transferred via the wafer transfer hole 11 6 is seated 
on the wafer block 140 and heated to a predetemiined 
temperature, a first reaction gas and/or Inert gas Is 
sprayed onto the wafer w through the spray holes 131 
of the diffusion plate 1 30 along a route from the first con- 
10 nection pipe 111 to the first connection line 121 , and a 
second reaction gas and/or Inert gas is sprayed onto the 
edges of the wafer w through the nozzles 133 along a 
route from the second connection pipe 112, to the sec- 
ond connection line 122, and to the passage 132. The 
IS first and second reaction gases are used to fornn a thin 
film on the wafer w, and process products or gases not 
used for depositing a thin film are exhausted to the out- 
side through the exhaust holes 117 and 118 and the 
pumping pot 115. 

[0031] As shown in FIG. 1 , the gas jungle includes a 
first reaction gas supply portion 210 for supplying a re- 
action gas to the reactor 1 00, and a second reaction gas 
supply portion 230 for supplying a second gas to the re- 
action gas 1 00. 

[0032] The first reaction gas supply portion 21 0 is con- 
nected to the reactor 1 00 via a first reaction gas supply 
line 220, and the second reaction gas supply portion 230 
is connected to the reactor 100 via a second reaction 
gas supply line 240. 

[0033] A first inert gas supply line 260 through which 
an inert gas supplied from the inert gas supply source 
250 flows is connected to the first reaction gas supply 
line 220, and a second Inert gas supply line 270 through 
which an inert gas supplied from the inert gas supply 
source 250 flows is connected to the second reaction 
gas supply line 240. 

[0034] The first reaction gas supply portion 210 in- 
cludes a bubbler 211 for gasifying a first reaction mate- 
rial, a first reaction gas mass flow controller (MFC) 212 
for controlling the flow of a first reaction gas supplied 
from the bubbler 211, and first and second valves VI 
and V2 installed on the line between the bubbler 211 
and the first reaction gas IVIFC 21 2 for allowing or block- 
ing the flow of a first reaction gas. 
[0035] A third valve V3 for allowing or blocking the 
flow of the first reaction gas controlled by the first reac- 
tion gas MFC 212 is installed on the first reaction gas 
supply line 220. 

[0036] The second reaction gas supply portion 230 in- 
cludes a fourth valve V4 for allowing or blocking the flow 
of a second reaction gas, and a second reaction gas 
MFC 232 for controlling the flow of a second reaction 
gas passed through the fourth valve V4. A fifth valve V5 
for allowing or blocking the flow of a second reaction gas 
controlled by the second reaction gas MFC 232 is in- 
stalled on the second reaction gas supply line 240. 
[0037] A sixth valve V6 for allowing or blocking the 
flow of a supplied inert gas, a first inert gas MFC 262 for 
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controlling the flow of an inert gas passed tlirough the 
sixth valve V6, and a seventh valve V7 for allowing or 

blocking the flow of an inert gas controlled by the first 
inert gas MFC 262, are installed on the first inert gas 
supply line 260. 

[0038] An eighth valve V8 for allowing or blocking the 
flow of a supplied Inert gas, a second Inert gas MFC 272 
for controlling the flow of an inert gas passed through 
the eighth valve V8, and a ninth valve V9 for allowing or 
blocking the flow of an inert gas controlled by the second 
inert gas MFC 272, are installed on the second inert gas 
supply line 270. 

[0039] Here, the gas jungle Includes a first bypass line 
280 for allowing a first reaction gas and/or inert gas to 
flow directly to the exhaust line 400 without passing 
through the reactor 1 00, and a second bypass line 290 
for allowing a second reaction gas and/or Inert gas to 
flow directly to the exhaust tine 400 without passing 
through the reactor 100. 

[0040] The first bypass line 280 has a tenth valve VI 0 
connected to the line between the first reaction gas MFC 
212 and the third vatve V3 for allowing or blocking the 
flow of a first reaction gas to the exhaust line 400, and 
an eleventh valve V11 connected to the line between 
the first inert gas M FC 262 and the seventh valve V7 for 
allowing or blocking the flow of an inert gas to the ex- 
haust line 400. 

[0041] The second bypass line 290 has a twelfth vailve 
VI 2 connected to the line between the second reaction 
gas MFC 232 and the fifth valve V5 for allowing or block- 
ing the flow of a second reaction gas to the exhaust line 
400, and a thirteenth valve VI 3 connected to the line 
between the second inert gas MFC 272 and the ninth 
valve V9 for allowing or blocking the flow of an inert gas 
to the exhaust line 400. 

[0042] The first and second bypass lines 280 and 290 
are adopted to purge the lines within the gas jungle, 
when a small amount of gas flowed in while a material 
of a first or second reaction gas or an inert gas is ex- 
changed must flow directly to the exhaust line 400 with- 
out passing by the reactor 100, when a contaminating 
source is generated within the lines, or when a new gas 
jungle is replaced. 

[0043] As described above, first and second reaction 
gases, air or contaminating sources remaining within 
lines are purged directly to the exhaust line 400 via the 
first and second bypass lines 280 and 290 by an inert 
gas, so that the reactor 1 00 can be prevented from being 
contaminated. Thus, the first and second bypass lines 
280 and 290 are not used In processes for depositing a 
thin film, but used only in specific cases. 
[0044] The gas jungle further includes a separate inert 
gas supply line 320 for supplying an inert gas from the 
inert gas supply source 31 0 in order to purge gases and/ 
or contaminating sources remaining in the lines. The in- 
ert gas supply line 320 is organically connected to the 
first and second reaction gas supply portions 210 and 
230, the first and second inert gas supply lines 260 and 



270, the first and second bypass lines 280 and 290, and 
the exhaust line 400. The inert gas supply line 320 Is 
connected to gas lines fundamentally required by a 
process, via a fourteenth valve V1 4 for allowing or block- 
ing the flow of an inert gas to the first reaction gas supply 
portion 210, a fifteenth valve VI 5 for allowing or blocking 
the flow of an inert gas to the second reaction gas supply 
portion 230, a sixteenth valve V1 6 for allowing or block- 
ing the flow of an Inert gas to the first inert gas supply 
line 260, a seventeenth valve VI 7 for allowing or block- 
ing the flow of an inert gas to the second inert gas supply 
line 270, an eighteenth valve VI 8 for allowing or block- 
ing the flow of an inert gas to the first bypass line 280, 
and a nineteenth valve VI 9 for allowing or blocking the 
flow of an inert gas to the second bypass line 290. 
[0045] The gas jungle further includes a cleaning gas 
supply line 340 connected to at least one of the first and 
second reaction gas supply lines 220 and 240, in order 
to clean the reactor 100. In this embodiment, the clean- 
ing gas supply line 340 allows a cleaning gas from the 
cleaning gas supply portion 330 to flow to the reactor 
100 via the first reaction gas supply line 220. 
[0046] The cleaning gas supply line 340 includes a 
twenty-first valve V21 for allowing or blocking the flow 
of a supplied cleaning gas, a cleaning gas MFC 342 for 
controlling th e flow of a cleaning gas passed through the 
twenty-first valve V21 , and a twenty-second valve V22 
for allowing or blocking the flow of a cleaning gas con- 
trolled by the cleaning gas MFC 342. 
[0047] The reactor 100, the first and second bypass 
lines 280 and 290 and the cleaning gas supply line 340 
are connected to the exhaust line 400. A throttle valve 
TV controlled by the internal pressure of the reactor 1 00 
measured by the pressure measuring portion 160, for 
controlling the amount of an exhausted gas, is installed 
on the exhaust line 400. Twenty-third, twenty-fourth and 
twenty-fifth valves V23, V24 and V25 for allowing or 
blocking the flow of an exhausted gas are also installed 
on the exhaust line 400. Here, the first bypass line 280 
is connected to the line between the twenty-third and 
twenty-fourth valves V23 and V24, and the second by- 
pass line 290 is connected to the line between the twen- 
ty-fifth valve V25 and the exhaust pump 410. 
[0048] In this gas jungle, a cold spot due to undesired 
condensation occurring when a reaction gas flows may 
be formed. Since a cold spot badly affects the process 
for depositing a thin film, heaters (not shown) for pre- 
venting generation of a cold spot are installed on the 
lines. Preferably, the heaters are independently in- 
stalled at as many areas as possible along lines, and a 
temperature gradient is formed along each line. In this 
embodiment, the temperature gradient is established to 
be within a range of 40 to 200 CX toward the reactor 1 00. 
[0049] In the operation of the first embodiment of an 
ALD thin film deposition apparatus having such a struc- 
ture, TiCl4 is used as a first reaction gas, NH3 is used 
as a second reaction gas, and Ar Is used as an inert gas. 
Thus, liquid T1CI4 is contained ih the bubbler 211 . 
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[0050] The reactor 100 is combined with a transfer 
module 1 02 for supplying and transferring a wafer w, via 
a vat valve 1 01 , as shown in FIG. 7. The wafer w is trans- 
ferred into the reactor 1 00 via a wafer transfer hole 1 1 6 
using a robot arm (not shown) of the transfer module 
1 02, and seated on the wafer block 1 40. 
[0051 ] When the wafer w Is seated on the wafer block 
140, the temperature of the wafer block 140 increases 
within a range of 425 to 650*C, so that the temperature 
of the wafer w Is Increased to 400 to 600*C. After the 
wafer temperature is stabilized, the step of introducing 
a gas Into the reactor 100 is performed. 
[0052] The gas introducing step starts by opening the 
first valve VI, the sixth valve V6, the eighth valve V8, 
and the fourth valve V4 for several seconds. Then, a 
bubbled TiCl4 gas is filled up to the second valve V2, 
and Ar gas is filled up to the seventh and ninth valves 
V7 and V9 after its amount is appropriately controlled 
by the first and second inert gas M FCs 262 and 272. An 
NH3 gas is filled up to the fifth valve V5 after its amount 
is appropriately controlled by the second reaction gas 
MFC 232. 

[0053] Next, an inert gas is flowed Into the reactor 1 00 
through the seventh and ninth valves V7 and V9. Before 
a gas is Introduced, the internal pressure of the reactor 
1 00 is kept at 1 0-^-5x1 0'^ torr However, as an inert gas 
is introduced, the internal pressure of the reactor 100 is 
1 to 10 ton'. This pressure is obtained by the pressure 
measuring portion 160 installed In the reactor 100 ap- 
propriately opening the throttle valve TV of the exhaust 
line 400. Here, the reason why the seventh and ninth 
valves V7 and V9 are opened after the sixth and eighth 
valves V6 and V8 are opened Is that the gas within the 
reactor 1 00 may flow backward through the seventh and 
ninth valves V7 and V9 when they are suddenly opened. 
[0054] The gas introducing step is followed by a step 
of preventing particles from being generated during dep- 
osition of a thin film. Particles produced during deposi- 
tion of a thin film deteriorate the quality of a thin film, so 
the particle generation preventing step is very important. 
This step is perfomied by opening the fifth valve V5 at 
least several seconds before a TIC^ gas is flowed into 
the reactor 100, while an Ar gas is continuously flowed 
into the reactor 100, and introducing an NHg gas into 
the reactor 100. 

[0055] If a TiCI^ gas is introduced into the reactor 1 00 

before an NH3 gas is Introduced, part of the TiC^ gas 
reacts to the surface of the diffusion plate 130, which 
generates particles as byproducts. At this time, the par- 
ticle generation preventing step is performed as de- 
scribed above. Particles may be very fine particles of a 
TiNxCly layer deposited on the diffusion plate 130 or the 
material Al of the diffusion plate. Accordingly, in order to 
prevent particles from being generated from the surface 
of the diffusion plate 130, an NH3 gas is introduced sev- 
eral seconds before an TiCl4 gas Is introduced, so that 
an NH3 layer Is formed on the surface of the diffusion 
plate 130. The NH3 layer on the diffusion plate 130 re- 



acts to a TiCi4 gas which Is introduced during real dep- 
osition of a thin film, and the TiCI^ gas is prevented from 
generating particles from the surface of the diffusion 
plate 130. 

5 [0056] The generation of fine particles Is prevented by 

the principle that a TiCl4 gas reacts to an NH3 layer pre- 
viously fomried on the diffusion plate 130 and thus 
changes to an HCI vapor to be described later, so that 
the TiCl4 gas is prevented from reacting to the surface 

10 of the diffusion plate 1 30 or Instantaneously etching the 
same. The vapor byproducts are Immediately exhaust- 
ed via the exhaust line 400 to the outside. A series of 
reactions occurring within the reactor 110 may be ex- 
pressed as in the following chemical formula: 

15 2NH3+TICI4 ^ TiN(s)+4HCI{g)+H2(g)+0.5N2(g). 

[0057] Afterthe particle generation preventing step, a 
TiN thin film is really deposited on a wafer w by control- 
ling the flow of a TICI4 gas and an NH3 gas Into the re- 
actor 100. 

20 [0058] Deposition of a thin film is perfomied by alter- 
nately introducing a TiCl4 gas and an NH3 gas into the 
reactor 100. It doesn=t matter which gas is introduced 
first. For example, when a TiC^ gas is introduced first, 
a TiCl4 gas and an Ar gas are first Introduced into the 

25 reactor, In the first step. After a predetemiined period of 
time, the TiC^ gas Is excluded. Thus, a TiCl4 layer Is 
formed on the wafer w, and compressed by an Ar gas 
which is continuously Introduced. 
[0059] In the second step, an NH3 gas and an Ar gas 

30 are introduced together. The supply of the NH3 gas is 
blocked for a predetemnined period of time. The NH3 gas 
reacts to the TiC^ layer previously formed on the wafer 
w, thereby fomiing a TiN thin film on the wafer w. That 
is, a TiN + NH3 layer is formed by the consecutive first 

35 and second steps. 

[0060] Next, the first step is again perfomied to con- 
tinuously grow a thin film on the TiN + NH3 layer. Then, 
the TiN + NH3 layeris changed to a TIN+T1N+T1CI4 layer. 
Thereafter, the second step is perfomied to form a 

40 TiN+TIN+TIN+NHg layer. A TiN thin film having a desired 
thickness can be obtained by repeating this process. 
[0061] This TIN thin film deposition process is per- 
formed by alternately opening and closing the third and 
fifth valves V3 and V5 In a state where the first and fourth 

45 valves VI and V4 are always open, while an Ar gas is 
continuously introduced into the reactor 1 00 by opening 
the sixth, seventh, eighth and ninth valves V6, V7, V8 
and V9. 

[0062] Here, the second valve V2 Is opened before 

50 the third valve V3. so that a TiCl4 gas passes through 
the first reaction gas MFC 212 and is filled upto the third 
valve V3. Thereafter, when the third valve V3 is opened 
to send a first reaction gas to the reactor 1 00, the second 
valve V2 is closed. That is, a first reaction gas passes 

55 through the first reaction gas supply line 220 in units of 
valves. A process byproduct gas generated during re- 
action is exhausted via the throttle valve TV of the ex- 
haust line 400, and the twenty-third, twenty-fourth and 
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twenty-fifth valves V23, V24 and V25. 
[0063] To sum up the above-described reaction, a 
TiCl4 gas flows to the first reaction gas supply line 220 
via the third valve V3 after its flow is controlled by the 
first and second valves V1 and V2, and an Ar gas is con- s 
trolled In its flow, passes through the seventh valve V7, 
is mixed with the TiCl4 gas on the first reaction gas sup- 
ply line 220, and flows to the reactor 1 00. 
[0064] Thereafter, a mixture of TiCl4 and Ar pass 
through the first connection pipe 111 and the first con- 
nection line 121 , is evenly mixed once more in the first 
mixing portion 134, and is evenly sprayed overthe wafer 
w through the spray holes 131 . An NH3 reaction gas is 
controlled in its flow through the fourth valve V4, and 
then flows to the second reaction gas supply line 240 
via the fifth valve V5. An Ar gas is controlled in its flow, 
passes through the ninth valve V9, is mixed with an NH3 
gas on the second reaction gas supply line 240, and 
then flows to the reactor 100. Next, a mixture of NH3 
and Ar pass through the second connection pipe 112 
and the second connection line 122, is evenly mixed 
once more in the second mixing portion 135, and is 
sprayed toward the inner sidewall of the reactor block 
110 through the nozzles 133. 

[0065] Here, Itis p referable that the flow of a TiCl4 gas 
is 1SCCM or more, the flow of an Ar gas to be mixed 
with a TiCl4 gas is 50SCCM or more, the flow of NH3 is 
50SCCM or more, and the flow of an Ar gas to be mixed 
with an NH3 gas is 60SCCM or more. These values are 
obtained by several experiments. When the flow rates 
are at least as described above, a thin film having a high 
purity, an excellent electrical property, and a good step 
coverage can be obtained. 

[0066] In this embodiment, an NH3 gas is Introduced 
at least one second after a TiCt4 gas is excluded. 
[0067] Also, a duration when a TICI4 gas and an inert 
gas are introduced into the reactor 100, and a duration 
when the T1CI4 gas is excluded before an NH3 gas is 
flowed into the reactor 100, are at a ratio of 1 to 1.2 or 
greater, 

[0068] The ratio of the flow of an inert gas introduced 
via the first inert gas supply line 260 to the flow of an 
inert gas introduced via the second inert gas supply line 
270 Is set to be 1 to 1 .2 or greater, in order to prevent a 
strongly-diffusible T1CI4 gas from flowing backward via 
the second reaction gas supply line 240. 
[0069] This thin film deposition is achieved by consec- 
utive gas spraying to the reactor 100, and the process 
pressure of the reactor is maintained constant by an ap- 
propriate signal exchange and control between a pres- 
sure measuring portion and valves including a throttle 
valve. Therefore, the unifomnity of a deposited thin film 
is improved. 

[0070] While a TIN thin film Is deposited on a wafer, 
CI can be contained in the thin film. Since CI deteriorates 
the purity and electrical characteristics of a thin film, a 
CI removing step is also important. The CI removing step 
is perfomned by closing the third valve V3 to prevent in- 



troduction of a T1CI4 gas, and opening the sixth and sev- 
enth valves V6 and V7, the eighth and ninth valves V8 
and V9, and the fourth and fifth valves V4 and V5. That 
-is, only an Ar gas and an NH3 gas are supplied to the 
reactor 100. Then, an NH3 gas reacts to CI within the 
TiN thin film formed on the wafer, thereby producing an 
HCI. The HCI is exhausted to the outside. This CI re- 
moving step can be omitted when the content of CI In a 
thin film is sufficiently low. 

[0071] Even when a compound gas containing Ta is 
used as a first reaction gas, and a compound gas con- 
taining N, for example, an NH3 gas, is used as a second 
reaction gas, a TaN thin film can be deposited on a wafer 
by the method described above. 
[0072] A second embodiment of an ALD thin film dep- 
osition apparatus according to the present invention will 
now be described with reference to FIG. 8. The same 
reference numerals as those in FIG. 1 denote the same 
elements. 

[0073] In contrast to the first embodiment In which a 
TiN or TaN thin film can be deposited on a wafer, a thin 
film such as a WN thin film can be fomned in the second 
embodiment. In order to achieve the second embodi- 
ment, the first reaction gas supply portion 21 0 in the first 
embodiment is replaced with a first reaction gas supply 
portion 510. The first reaction gas supply portion 510 
includes a thirty-first valve V31 of allowing or blocking 
the flow of a first reaction gas, and a first reaction gas 
MFC 512 for controlling the flow of a first reaction gas 
which has passed through the thirty-first valve V31 . The 
first reaction gas supply portion 51 0 Is connected to the 
third valve V3. WF6 is used as the material of a first re- 
action gas, a compound gas containing N, for example, 
an NH3 gas, is used as a second reaction gas, and an 
Ar gas is used as an inert gas. 
[0074] Deposition of a WN thin film is perfomned by 
alternately introducing an NH3 gas and a WFg gas into 
the reactor 100. For example, when a WF6 gas is first 
introduced, an Ar gas is introduced together, and the 
WF6 gas is excluded for a predetermined period of time, 
in the first step. Then, a WF6 layer is formed on the wa- 
fer, and is compressed by an Ar gas which is continu- 
ously introduced. In the second step, an NH3 gas and 
an Ar gas are introduced together, and the flow of an 
NH3 gas is stopped for a predetermined period of time. 
The NH3 gas reacts to the WF6 layer formed on the wa- 
fer, thereby forming a WN thin film on the wafer. That is, 
a WN+NH3 layer is formed by consecutive first and sec- 
ond steps. 

[0075] Next, the first step is again performed to con- 
tinuously grow a thin film on the WN+NH3 layer. Then, 
the WN+NH3 layer is changed to a WN+WN+WF6 layer. 
Thereafter, the second step is pertomned to form a 
WN+WN+WN+NH3 layer. Therefore, a WN thin film hav- 
ing a desired thickness can be obtained by repeating 
this process. 

[0076] A third embodiment of an ALD thin film depo- 
sition apparatus according to the present invention will 
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now be described with reference to FIG. 9. The same 
reference numerals as those in FIG, 1 denote the same 
elements. 

[0077] In contrast to the first embodiment in which a 
TiN or TaN thin film can be deposited on a wafer, a thin 
film such as a Tl or TiAIN film as well as a TiN or TaN 
film can be fomried In the third embodiment. In order to 
achieve this, the third embodiment further includes a 
third reaction gas supply portion 620 for supplying a third 
reaction gas TrIMethylAlumlnum (TMA) to the second 
reaction gas supply line 240, and a fourth reaction gas 
supply portion 610 for supplying a fourth reaction gas 
H2 to the second reaction gas supply line 240. 
[0078] The fourth reaction gas supply portion 610 in- 
cludes a thirty second valve V32 for allowing or blocking 
the flow of supplied H2, a fourth reaction gas MFC 612 
for controlling the flow of H2 which has passed through 
the thirty second valve V32, and a thirty third valve V33 
for allowing or blocking the flow of H2 controlled by the 
fourth reaction gas MFC 612. 

[0079] The third reaction gas supply portion 620 in- 
cludes a bubbler 621 for gasifying a third reaction ma- 
terial, a third reaction gas MFC 622 for controlling the 
flow of a third reaction gas, a thirty fourth valve V34 in- 
stalled on the line between the bubbler 621 and the third 
reaction gas MFC 622 for allowing or blocking the flow 
of the third reaction gas, and a thirty fifth valve V35 for 
allowing or blocking the flow of the third reaction gas, 
which has been controlled by the third reaction gas MFC 
622, to the second reaction gas supply line 240. 
[0080] That is, in this structure, a compound gas con- 
taining a transfer metal element Ti or Ta is used as a 
first reaction gas, an Ar gas is used as an inert gas, a 
TMA gas is used as a third reaction gas, and an H2 gas 
Is used as a fourth reaction gas. 
[0081] The third embodiment of the thin film deposi- 
tion apparatus having such a configuration is almost the 
same as the first embodiment, so It will not be described 
in detail. 

[0082] In all of the embodiments described above, a 
TiCl4 gas or a compound gas containing a transfer metal 
element such as Ti, Ta or W is used as a first reaction 
gas. However, other gases can be used as the first re- 
action gas. Other gases such as He or N2 instead of Ar 
gas can be used as an inert gas. Also, other compound 
gases including N, instead of an NH3 gas, can be used 
as a second reaction gas. 

[0083] In the first, second and third embodiments of 
an ALD thin film deposition apparatus according to the 
present invention, as to first and second reaction gases 
that have a major role in a thin film deposition process, 
a mixture of a first reaction gas an inert gas is sprayed 
onto a wafer, and a mixture of an NH3 gas and an inert 
gas is sprayed toward the Inner sidewall of a reactor 
block. The interval between a diffusion plate and a wafer 
block is narrowed to about 20 to 50mm, so that several 
reaction gases react to each other while being sequen- 
tially compressed down on the wafer. Therefore, a Ti, 



TiAIN, TiN, TaN or WN film having high purity, excellent 
electrical characteristics, and a good step coverage can 

be deposited. 

[0084] Also, an NHS gas is sprayed to a reactor sev- 
5 era! seconds before a first reaction gas Is sprayed there- 
to, so that generation of particles can be prevented. 
[0085] Furthemnore, an NH3 gas Is sprayed to a re- 
actor 100 after deposition of a thin film is completed, or 
during deposition, so that CI existing within the thin film 
can be removed. Thus, the electrical characteristics of 
the thin film can be improved. 



Claims 

15 

1. An atomic layer deposition (ALD) thin film deposi- 
tion apparatus comprising: 

a reactor in which a wafer is mounted and a thin 
20 film is deposited on the wafer; 

a first reaction gas supply portion for supplying 
a first reaction gas to the reactor; 
a second reaction gas supply portion for sup- 
plying a second reaction gas to the reactor; 
25 a first reaction gas supply line for connecting 

the first reaction gas supply portion to the reac- 
tor; 

a second reaction gas supply line for connect- 
ing the second reaction gas supply portion to 
30 the reactor; 

a first inert gas supply line for supplying an inert 
gas from an inert gas supply source to the first 
reaction gas supply line; 
a second inert gas supply line for supplying the 
35 inert gas from the inert gas supply source to the 

second reaction gas supply line; and 
an exhaust line for exhausting the gas from the 
reactor. 

40 2. The ALD thin film deposition apparatus of claim 1 , 
wherein the first reaction gas supply portion com- 
prises: 

a bubbler for gasifying a first reaction material 
45 to form the first reaction gas; 

a first reaction gas mass flow controller for con- 
trolling the flow of the first reaction gas supplied 
from the bubbler; and 

a first valve Installed on a line between the bub- 

50 bler and the first reaction gas mass flow con- 

troller for allowing or blocking the flow of the first 
reaction gas. 

3. The ALD thin film deposition apparatus of claim 2, 
55 further comprising a third valve installed on the first 
reaction gas supply line for allowing or blocking the 
flow of the first reaction gas controlled by the first 
reaction gas mass flow controller. 
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The ALD thin film deposition apparatus of claim 1 , 
wherein the second reaction gas supply portion 
comprises: 

a fourth valve for allowing or blocking the flow s 
of the second reaction gas; and 
a second reaction gas mass flow controller for 
controlling the flow of the second reaction gas 
which has passed through the fourth valve; 
and, preferably 

a fifth valve installed on the second reaction 
gas supply line for allowing or blocking the flow 
of the second reaction gas controlled by the 
second reaction gas mass flow controller. 

15 

The ALD thin film deposition apparatus of claim 1 , 
wherein the first inert gas supply line comprises a 
sixth valve for allowing or blocking the flow of a sup- 
plied Inert gas, a first inert gas mass flow controller 
for controlling the flow of the inert gas which has 20 
passed through the sixth valve, and a seventh valve 
for allowing or blocking the flow of the inert gas 
which has been controlled by the first inert gas mass 
flow controller; or 

wherein the second inert gas supply line 270 25 
comprises an eighth valve for allowing or blocking 
the flow of a supplied inert gas, a second inert gas 
mass flow controller for controlling the flow of the 
inert gas which has passed through the eighth 
valve, and a ninth valve for allowing or blocking the 30 
flow of the inert gas which has been controlled by 
the second Inert gas mass flow controller. 

The ALD thin film deposition apparatus of claim 1 , 
further comprising: 

a first bypass line for allowing the first reaction 
gas and/or inert gas to flow directly to the ex- 
haust line without passing through the reactor, 
the flrst bypass line having a tenth valve for al- 40 
lowing or blocking the flow of the first reaction 
gas to the exhaust line and an eleventh valve 
for allowing or blocking the flow of the inert gas 
to the exhaust line; and 

a second bypass line for allowing the second 45 
reaction gas and/or inert gas to flow directly to 
the exhaust line without passing through the re- 
actor, the second bypass line having a twelfth 
valve for allowing or blocking the flow of the 
second reaction gas to the exhaust line and a so 
thirteenth valve for allowing or blocking the flow 
of the Inert gas to the exhaust line. 

The ALD thin film deposition apparatus of claim 1 , 
further comprising a separate inert gas supply line ss 
for purging and exhausting the gas and/or contam- 
inating sources existing within lines, the inert gas 
supply line organically connected to the first and 



second reaction gas supply portions, the first and 
second inert gas supply lines, the first and second 
bypass lines, and the exhaust line. 

8. The ALD thin f ilrin deposition apparatus of claim 1 , 
wherein the first reaction gas is a TiCl4 gas or a com- 
pound gas containing Ta, and the second reaction 
gas is NH3; or 

wherein the first reaction gas supply portion com- 
prises a thirty first valve for allowing or blocking the 
flow of the first reaction gas and a first reaction gas 
mass flow controller for controlling the flow of the 
first reaction gas which has passed through the thir- 
ty first valve; and, preferably wherein the first reac- 
tion gas is WFg, and the second reaction gas is NH3. 

9. The ALD thin film deposition apparatus of claim 1 , 
further comprising: 

a third reaction supply portion for supplying a 
third reaction gas to the second reaction gas 
supply tine ; and 

a fourth reaction supply portion for supplying a 
fourth reaction gas to the second reaction gas 
supply line , 

wherein the fourth reaction gas supply portion 
has a thirty second valve for allowing or blocking 
the flow of a fourth reaction gas, a fourth reaction 
gas mass flow controller for controlling the flow of 
a fourth gas which has passed through the thirty 
second valve, and a thirty third valve for allowing or 
blocking the flow of the fourth gas which has been 
controlled by the fourth reaction gas mass flow con- 
troller. 

10. The ALD thin film deposition apparatus of claim 9, 
wherein the third reaction gas supply portion 620 
comprises: 

a bubbler 621 for gasifying a third reaction ma- 
terial to fomn the third reaction gas; 

a third reaction gas mass f lowcontrollerforcon- 
trolling the flow of the third reaction gas sup- 
plied from the bubbler 621 ; 

a thirty fourth valve V34 installed on a line be- 
tween the bubbler 621 and the third reaction 
gas mass flow controller for allowing or blocking 
the flow of the third reaction gas; and 

a thirty fifth valve V35 for allowing or blocking 
the flow of the third reaction gas, which has 
been controlled by the third reaction gas mass 
flow controller, to the second reaction gas sup- 
ply line 240. 
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1 1 . The ALD thin film deposition apparatus of claim 1 0, 
wherein the first reaction gas is a compound gas 
containing a transfer metal element selected from 
the group consisting ofTj,Ta and W, and the second 
reaction gas is NH3; or 

wherein the third reaction gas is TriMethylA- 
luminum (TMA), and the fourth reaction gas is H2. 

1 2. An ALD thin film deposition method using a thin film 
deposition apparatus including a reactor 100 In 
which a wafer is mounted and a thin film is depos- 
ited on the wafer, a first reaction gas supply portion 
21 0 for supplying a first reaction gas to the reactor 
1 00, a first reaction gas supply line 220 for connect- 
ing the first reaction gas supply portion 210 to the 
reactor 100, a second reaction gas supply portion 
230 for supplying a second reaction gas to the re- 
actor 1 00, a second reaction gas supply line 240 for 
connecting the second reaction gas supply portion 
230 to the reactor 100, a first inert gas supply line 
260 for supplying an inert gas, the flow of which has 
been controlled, to the first reaction gas supply tine 
220, a second inert gas supply line 270 for supply- 
ing an Inert gas, the flow of which has been control- 
led, to the second reaction gas supply line 240, and 
an exhaust line 400 for exhausting the gas within 
the reactor 1 00 to the outside, comprising: 

mixing a first reaction gas and an inert gas to 
fomi a first mixture gas; 
supplying the first mixture gas to an upper sur- 
face of a wafer received in a reactor; 
mixing a second reaction gas and the inert gas 
to form a second mixture gas; and 
supplying the second mixture gas to edges of 
the wafer. 

13. The method of claim 12, further comprising intro- 
ducing NH3 gas into the reactor several seconds be- 
fore supplying the first mixture gas to the reactor, in 
order to prevent particles from being produced dur^ 
ing deposition of the thin film, when a compound 
gas containing CI is used as the first reaction gas, 
and NHa gas is used as the second reaction gas. 

14. The method of claim 12, further comprising supply- 
ing the inert gas without the first reaction gas for a 
predetemnined period of time after supplying the 
first mixture gas, and supplying the Inert gas without 
the second reaction gas for a predetermined period 
of time after supplying the second mixture gas. 

15. The method of claim 14, wherein, when the first re- 
action gas comprises a compound gas containing 
a transfer metal element selected from the group 
consisting of Ti, Ta and W, and the second reaction 
gas is NH3 gas, the temperature of the wafer during 
thin film deposition is maintained at 400 to 600 **C, 



and the temperature of lines connected to the reac- 
tor is maintained at 40 to 200''C. 

16. The method of claim 15, wherein the flow rate of the 
5 first reaction gas is controlled to 1 SCCM or higher, 

the flow rate of the inert gas to be mixed with the 
first reaction gas is controlled to SOSCCI^ or higher, 
the flow rate of NH3 gas Is controlled to SOSCCM or 
higher, and the flow rate of the inert gas to be mixed 
10 with the NH3 is controlled to SOSCCM or higher, and 
preferably wherein, when the first and second reac- 
tion gases and/or Inert gas are Introduced Into the 
reactor, the Inside pressure of the reactor is 1 to 1 0 
torr. 

17. The method of claim 12, further comprising Intro- 
ducing the inert gas and NH3 gas to the reactor to 
remove CI from a thin film deposited on the wafer, 
when a compound gas containing CI is used as the 

20 first reaction gas. 

18. The method of claim 14, further comprising, when 
a TICI4 gas is used as the first reaction gas, and NH3 
gas Is used as the second reaction gas, supplying 

25 the NH3 gas at least one second before supplying 
the second mixture gas after supplying the inert gas 
without first reaction gas. 

19. The method of claim 18, wherein a duration of sup- 
30 plying the first mixture gas, and a duration of sup- 
plying the inert gas without the TICI4 gas before sup- 
plying NH3 gas, are at a ratio of 1 to 1 .2 or greater, 
and preferably wherein the ratio of the flow of the 
inert gas mixed with the first reaction gas to the flow 

35 of the Inert gas mixed with the second reaction'gas 
is set to be 1 to 1 .2 or greater. 
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